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ABSTRACT

Understanding the bond behaviour between reinforcing steel and concrete under high-loading rates is becoming more and more important with increasing frequency of natural disasters, impact loadings and a threat of terrorism. This paper aims to obtain a better understanding of the material interactions between the steel rebar and the concrete in the bond zone under different loading rates. During the experimental program push-in tests were conducted under quasi-static and dynamic loading conditions. 

Both a servo-hydraulic machine as well as an instrumented drop tower were used during the investigation. Samples with short-bond zone in the middle of a cylindrical specimen were used and only a small reinforcement bar diameter (10 mm) was investigated. This approach was chosen to ensure constant bond stress distribution and that the failure occurs during the first pass of the stress wave through the bond zone. Throughout the experimental programme the loading rate was varied from 0.01 mm/s to 8.3 

m/s. Bond stress–slip relationships in dependence on the bond stress rate are presented in this paper. 

The results indicate a bond stress dependence on the loading rate although the scattering of the results is quite high. The experimentally determined dynamic increase factor (DIF) for concrete-steel bond stress is around 1.5 which is a value comparable to other authors. 

 Keywords: bond stress-slip relation, bond test, DIF, impact, push-in strain rate. 

1  INTRODUCTION

The behaviour of a composite material such as reinforced concrete depends on the interaction of its components, that is, steel and concrete. The bond behaviour is usually described as a bond stress corresponding to a certain value of rebar slip. In general, three failure mechanisms can be identified: pure pull-out or push-in, splitting of the concrete cover and the combination of the both mechanisms. The ideal bond behaviour due to short-bond length is usually investigated by the so-called pull-out test [1]. In case of small bar diameters and short-bond lengths the test can be modified to push-in setup without significant influence. 

This test setup is then more convenient for impact loading measurements. 

Many research teams reported that the measured strength of concrete [2] as well as the strength of reinforcing steel [3, 4] rise with high-loading rates. This phenomenon is usually called the strain rate effect, and it is summarized for instance in the ACI report on Dynamic Fracture of Concrete [5] and CEB report No. 184 [6]. Usually, the strain rate effect has been studied separately for steel and concrete, and it is significantly different for concrete compressive strength in comparison with tensile strength [7,8]. In order to take the advantage of the increased strengths for the design of impact exposed buildings, such as nuclear power plants or rock fall galleries, it is important to ensure that the bond between concrete and steel can also withstand the corresponding loading. 

This paper is part of the Proceedings of the 14th International Conference on Structures Under Shock and Impact (SUSI 2016) 
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 P. Máca et al., Int. J. Comp. Meth. and Exp. Meas., Vol. 4, No. 3 (2016) First studies about the influence of high-loading rates on the bond behaviour of steel and concrete were published by Hansen and Liepins [9] and by Shah and Hansen [10]. They conclude that splitting and cracking are important factors that influence the bond failure. In case of pull-out tests with short-bond zones, four time the reinforcement diameter (ds), they observed 30% increase in the bond strength capacity which was attributed to the DIF of concrete in compression. A great amount of pull-out tests under dynamic loading conditions was performed by Hjorth [11]. He studied not only the effect of the loading rate but also the effects of the bond zone length. The results for deformed steel showed an increase of the bond strength of up to 30% for loading rates as high as 1,000 MPa/s. In addition, he concluded that with an increasing concrete compressive strength the sensitivity to the loading rate is lower. 

The pull-out resistance on cylindrical specimens was measured by Vos and Reinhardt [12, 13]. While the plain bars showed insensitivity to the loading rate the deformed bars showed an increase in the bond strength with increasing loading rate. Both push-in and pull-out behaviour of steel plain and deformed reinforcement bars was studied by Yan in his disserta-tion [14]. He showed an increase in the bond strength for deformed steel. In addition, he showed greater bond capacity of the push-in tests which is explained by the Poisson’s effect of steel in compression. Another series of pull-out tests on cylindrical specimens was performed by Weathersby [15]. Similarly to this research paper, he studied three loading rates with the following loading durations: static (97–713 s), dynamic (31–200 ms) and impact (4–7 ms). For the deformed bars, he measured 100% increase in the bond strength in case of the impact loading. The concrete cover of the tested specimens was however very small and the dominating failure mechanism was concrete splitting. The resistance of the concrete to splitting is dominated by its tensile strength which is more sensitive to strain rates. This could explain the exceptionally high DIF. This was also confirmed by the research of Solomos and Berra [16] who showed that in case of splitting failure the increase of bond strength is up to 90% whereas in case of pull-out failure mode, the increase is only 30%. 

2  RESEARCH SIGNIFICANCE

The main aim of this work is to analyse the influence of high-loading rates on the bond behaviour between reinforcing steel bars and concrete experimentally. For this reason, the bond stress-rebar displacement relation of concrete specimens for different loading rates is measured and compared. Short-bond lengths are investigated to understand the localized bond behaviour. After the bond mechanisms are fully understood the results will be incorpo-rated in a numerical model to predict the behaviour of reinforced concrete at high-loading rates and varying conditions. This model could be used for detailing structures for exceptional loading conditions such as vehicle impacts and explosions. 

3  EXPERIMENTAL PROGRAM

3.1  Materials and specimen preparation

Throughout the experimental investigations normal concrete with a target cube compressive strength of 50 MPa was used. The exact concrete mixture composition is shown in Table 1. 

The flowability of the fresh concrete varied from 400 to 450 mm. To be able to classify the used concrete basic mechanical properties were measured before the push-in testing. These properties are presented in Table 2 as an average of 6 samples. To monitor the concrete qual-ity throughout the experimental work concrete compressive strength as well as splitting tensile strength was determined with every test series made. 

[image: Image 2]

  

 P. Máca et al., Int. J. Comp. Meth. and Exp. Meas., Vol. 4, No. 3 (2016) 223

Table 1: Concrete composition in kg per m3. 

Cement  

Sand 0/2

Aggregates  Plasticizer

Water

CEM I 42,5N

2/8

FM 30

409

942

771

3.07

203

Table 2: Basic mechanical properties of the investigated concrete. 

Coefficient of 

Property

Value

Standard deviation

variation (%)

Compressive strength a

51.7 [N/mm2]

3.9 [N/mm2]

8

Density

2,300 [kg/m3]

14.1 [kg/m3]

1

Flexural strength b

4.7 [N/mm2]

0.2 [N/mm2]

4

Splitting tensile strength a

3.5 [N/mm2]

0.5 [N/mm2]

14

Modulus of elasticity c

33,600 [N/mm2]

1,100 [N/mm2]

3

a 15 × 15 × 15 cm cubes, b 10 × 10 × 40 cm prisms, c cylinder with Ø 15 cm, 30 cm height Figure 1: Cylindrical specimen used for push-in testing. 

During the push-in testing, cylindrical specimens were used similarly to [17–19]. The specimens had 100 mm in diameter and their height was 100 mm (Fig. 1). The specimens were casted in a series of eight cylinders, four of which were used for testing in the servo-hydraulic machine and the remaining four were tested in the drop tower. The specimens together were casted in a joint formwork that allowed vertical concreting. The longer free end of the bar was pointing out of the base plate of the formwork. For this reason, the formwork had to be cantilevered from the vibrating table. The use of a compacting table ensured the same degree of compaction for all specimens. The specimens were compacted at a frequency of 50 Hz. Throughout the experimental work deformed steel bars B500B confirming to [20] 

with a nominal diameter d  = 10 mm were used. The average relative rib area  f  of 0.072 was s

 R

calculated from the measured values using the Simpson’s rule formula [21]. The bond zone was located in the middle of the specimen and had a length of 2 × d , i.e. 20 mm. The steel in s

the bond-free zone was divided from the concrete by a plastic tube with an outer diameter of 
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 P. Máca et al., Int. J. Comp. Meth. and Exp. Meas., Vol. 4, No. 3 (2016) 16 mm and a wall thickness of 1.5 mm. Before the actual testing, the plastic tubes were removed so that they couldn’t influence the measured results. The loading force was applied against the concreting direction. 

The specimen sketch is shown in Fig. 1. In case of the specimens tested in the drop tower, two strain gauges opposite each other were glued on the rebar’s longitudinal ribs before and after the bond zone. That means there were four strain gauges on every specimen. The strain gauges were covered with silicon for protection against moisture, and they were together with their leads covered by the plastic tube during concreting which ensured the bond-free zone. 

The strain gauges were 50 mm from each other leaving 15 mm between the bond zone and the centre of the gauge. 

3.2  Test set-up and procedures

3.2.1  Quasi-static loading

Steel rebar push-in tests were performed in a servo-hydraulic loading machine under quasi-static loading conditions. The load was applied on top of the rebar as shown in Fig. 1 and the experimental set-up corresponded to the RILEM recommendations for pull-out testing [1] 

with a few modifications. The main modification is that in this experimental work the bar is pushed into the concrete cylinder instead of being pulled-out. According to Yan [14], the bond stress values of such tests might be slightly higher as the bar above the bond zone is under compression and thus its diameter increases due to the Poisson’s effect. This leads to increased interlocking resistance of the bar in the bond zone. During the pull-out test, the bar is under tension and thus it becomes thinner, making it easier to pull it out of the concrete body. However for short-bond lengths, this effect becomes negligible [22]. Another modification was that the bond zone was located in the middle of the specimen and that its length was only two times the bar diameter. To check the influence in the two loading modes, quasi-static tests were performed in addition to the main test series. The difference in the loading direction proved to be negligible. During the quasi-static testing phase two loading rates were investigated:

1.  0.01 mm/s according to RILEM recommendations, 3.  50 mm/s to simulate intermediate loading rate. 

During the quasi-static loading a force was measured by the internal load cell of the machine and the bond stress was calculated according to eqn. (1), F



 t =

(1)

 l ⋅ p⋅ d

 b

 s

where  t is the bond stress,  F is the push-in force,  l  is the length of the bond zone (in this b

case 2 ·  d ) and  d  is the steel reinforcement diameter. 

 s

 s

The slip of the bar was measured contactless by utilizing optical extensometer. Black and white measuring marks were glued on the free end of the reinforcement and on the top edge of the concrete specimen, respectively. The marker on steal measured absolute movement of the rebar and the marker on concrete measured absolute movement of the concrete body. 

After subtracting these two signals, a relative displacement of the loaded end of the bar was calculated. To get the reinforcement slip in the bond zone, an elastic deformation of the bar 
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between the marker on steel and the bond zone was subtracted from the measured relative displacement of the bar according to eqn. (2), F t

( )⋅ l



 s t

( ) = ∆  d t

( ) −  A ⋅ E  (2)

 s

 s

where s is the rebar slip, ∆ d is the measured relative displacement of the loaded end of the bar,  F is the acting force,  l is the distance between the marker and the bond zone (in this case 50 mm),  A  is the cross-sectional area of the rebar and  E  is the steel’s modulus of elasticity. 

 s

 s

3.3.1  Impact loading

The push-in tests under impact loading were performed in a specially developed and instrumented drop tower. The drop tower is presented in [23], and it is capable of dropping an impactor from a height of 3.5 m. The drop tower with the specimen is shown in Fig. 2. A data acquisition system capable of sampling the strain gauge amplifiers at the frequency of 1 MHz was used. To eliminate the high frequency electrical noise in the strain gauge signals a Chan-nel Frequency Class (CFC) 20,000 low-pass filter was used. The mathematical definition of the CFC filters can be found in SAE J211-1 [24, 25]. A cylindrical impactor with a diameter of 40 mm and a height of 500 mm was chosen for the push-in tests in order to produce a stress wave in the reinforcing steel as rectangular as possible. The mass of the impactor was 4.9 kg, and it was made of hardened unalloyed carbon steel (Cf53 according to DIN 17212). The impactor moved in an aluminium tube and was pulled up by a manual pulley system. The impactor was attached to an electromagnet which was released before the impact test. The Figure 2: Drop tower testing equipment: (a) isometric view, (b) cross section. 

[image: Image 4]
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The signal from the load cell is influenced by the inertia of the concrete cylinder and was used to check the momentum equilibrium of the whole system. The bond stress in the case of impact loading can be derived from the change in the steel strain, and it was measured by strain gauges attached to the reinforcement bar. The rebar was 500 mm long to ensure enough time for measurement before the reflection of the stress wave at the free end. An even longer reinforcement bar would be desirable, however that would be very unpractical during concreting and handling. In case of a longer reinforcement bar, the bending moments induced during handling of the specimen could possibly destroy the bond zone. 

The bond stress state between the reinforcing steel and concrete is shown in Fig. 3 on infinitesimally small element. From the equilibrium of forces on this differential element, the following equation can be written:



 t u d =  d A  (3)

 x s

 x

 ss s

After rewriting for  t  and substituting  u ,  A  and d s  =  Ede  we get the following equation: x

 s

 s

s

s

 d ⋅  E d

 s

 s

 e



 t

 s

=

⋅

(4)

 x

4

 dx

Under the assumption of constant bond stress for short-bond length, we can substitute the differential terms by  de  =  e  –  e  and  d  =  l  =2 ·  d , and we get s

 s,1

s,2

 x

 b

 s

 E



 t

 s

=

⋅( , − , )

 x

 es

 es  (5)

8

1

2

Equation 4 allows directly using the strain gauge signals from and thus minimizing the inertial effects of the specimen compared to the case with an external load cell. In quasi-static case, the strain in steel after the bond zone is zero ( e  = 0) and after substituting s,2

 e  =  F/( A  ·  E ) into eqn. (5) we get eqn. (1) valid for the bond length  l  = 2 ·  d . The relative s,1

 s

 s

 b

 s

displacement of the reinforcement bar on the loaded end was measured with an optical extensometer in the same way as described in Chapter 3.2.1. The slip value at the bond zone was then calculated according to eqn. (2). 

Figure 3: Differential element for bond between steel and concrete after [26]. 
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4  RESULTS AND DISCUSSION

The loading rates and their corresponding bond stress rates can be found in Table 3. The loading rate is defined as the velocity of the machine crossbeam in case of hydraulic machine tests or the velocity of the impactor in case of the drop tower tests. Because the average bond stress rate is not linear, for the purpose of this paper, it is defined as the average bond stress increase over time between 2 and 12 N/mm2. In this region, the bond stress increase is nearly linear. The average bond stress at the slip value of 0.9 mm is presented in Table 3 for simple comparison. 

Because of the present experimental setup with a rebar length of 500 mm, it is not possible to evaluate the bond stress after a slip value of 0.9 mm in case of dynamic experiments. The problem is that the time needed to reach higher slip values is too long. During this longer time, the stress wave reaches the free end of the rebar, is reflected and travels back as a tensile wave overlapping the incoming compressive stress wave. Because the distance between the strain gauges before and after bond zone is 50 mm, there is a time lag between the two measurements. Until the reflected tensile wave reaches the top strain gauge, the bond stress calculated according to eqn. (5) is doubled. Also the reflected tensile wave passes for the Table 3: Loading rates and average bond stress rates. 

Type of loading

Result

Unit

Quasi-static slow Quasi-static fast

Drop tower

Loading rate

[mm/s]

0.01

50

8,360

Average bond stress rate [N/mm2·s]

0.25

600

2 × 105

Number of samples

-

16

12

12

Average bond stress at 

[N/mm2]

18.5

21.4

25.0

slip of 0.9 mm

Standard deviation at slip  [N/mm2]

3.14

2.3

4.82

of 0.9 mm

Figure 4:   Results of quasi-static push-in tests: (a) complete bond stress-slip behaviour, (b) bond stress-slip relationship until the peak at 0.9 mm slip. 
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 P. Máca et al., Int. J. Comp. Meth. and Exp. Meas., Vol. 4, No. 3 (2016) Figure 5:  Bond stress–slip relationships for (a) intermediate and (b) high-loading rates. 

second time through the damaged bond zone. As the friction in the damaged bond zone is not known, it is hard to separate the reflected wave from the incoming wave. In addition, the slip value of 0.9 mm is high enough to consider the bond zone as failed. This can be seen in Fig. 4 

where quasi-static results of bond stress against slip are presented. In Fig. 4a, the bond stress behaviour until the slip value of 5 mm is presented. In Fig. 4b the dependence of bond stress on slip until 0.9 mm is depicted. From Fig 4a, it can be seen that the ultimate bond stress is reached at a slip of 0.9 mm. 

Figure 5 shows the bond stress against slip relationship until the slip value of 0.9 mm for the tests with higher loading rates. The bond stress-slip curves presented in Figs 4 and 5 represent average bond stresses from 16 and 12 specimens for quasi-static and dynamic tests, respectively. The averages were evaluated at a defined slip increment of 0.01 mm. The shaded areas in Fig. 4 and 5 represent the confidence range for the calculated average between 5% 

and 95%. The push-in failure mode was in all cases caused by shearing of the concrete cantilevers between the ribs. During the experimental work, splitting of the specimens never occurred. After the push-in tests were finished the specimens were cut in two halves and the bond zone was examined. The area between the ribs was completely smooth and no cracking pattern in the concrete body could be macroscopically observed. It was found that there was no visual difference in the state of the bond zone based on the loading rate. 

5  CONCLUSIONS

When comparing Figs 4 and 5 and based on the results presented in Table 3, an increase in the average bond stress at higher loading rates can be observed. This increase in bond stress can be interpreted as a dynamic increase factor (DIF), however, it is important to note that the variance of pull-out and push-in tests is around 20% even under quasi-static loading conditions [27]. It is well known that in case of dynamic loading this variance even increases [19]. 

This was also observed during this experimental work, especially for the drop tower loading scenario. 

The average DIF determined during the experimental work was 1.54 for bond stress rates in the order of 2 × 105 N/mm2·s. This value is comparable to the DIF presented in literature. 

For instance Michal  et al. [28] performed recently push-in tests in a split Hopkinson bar for concrete with a compressive strength  f  = 50.5 N/mm² which is similar to the concrete used c

in this study. They investigated deformed reinforcement bars with a diameter of 10 mm and a bond length of 40 mm. For a bond stress rate of 1.57 × 105 N/mm2·s they reported a DIF of 
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1.45. Similar results reported Reinhardt [19] for concrete with a compressive strength of 50 

N/mm2. He reported results only until the slip of 0.2 mm with a DIF of 1.25. Reinhardt also suggested that the DIF is higher for lower concrete grades and lower slip values. 

The knowledge of bond stress-slip behaviour is important for the design of structures subjected to high-loading rates, especially with respect to crack widths. A finite element model will be introduced in the future work, which will allow to describe local stress state in the bond zone. To describe the behaviour at even higher loading rates, split Hopkinson bar configuration will be used to perform push-in tests. In addition, the drop tower in pull-out configuration will be used in future work to have direct comparison to the standard tests. 
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BOND STRESS-SLIP BEHAVIOUR OF CONCRETE AND
STEEL UNDER HIGH-LOADING RATES

P.MACA, E. PANTEKI & M. CURBACH
Institute for Concrete Structures, Technische Universitit Dresden, Germany.

ABSTRACT
Understanding the bond behaviour between reinforcing steel and concrete under high-loading rates is
becoming more and more important with increasing frequency of natural disasters, impact loadings
and a threat of terrorism. This paper aims to obtain a better understanding of the material interactions
between the steel rebar and the concrete in the bond zone under different loading rates. During the
experimental program push-in tests were conducted under quasi-static and dynamic loading conditions.
Both a servo-hydraulic machine as well as an instrumented drop tower were used during the investiga-
tion. Samples with short-bond zone in the middle of a cylindrical specimen were used and only a small
reinforcement bar diameter (10 mm) was investigated. This approach was chosen to ensure constant
bond stress distribution and that the failure occurs during the first pass of the stress wave through the
bond zone. Throughout the experimental programme the loading rate was varied from 0.01 mm/s to 8.3
m/s. Bond stress—slip relationships in dependence on the bond stress rate are presented in this paper.
The results indicate a bond stress dependence on the loading rate although the scattering of the results is
quite high. The experimentally determined dynamic increase factor (DIF) for concrete-steel bond stress
is around 1.5 which is a value comparable to other author
Keywords: bond stress-slip relation, bond test, DIF, impact, push-in strain rate.

1 INTRODUCTION

The behaviour of a composite material such as reinforced concrete depends on the interaction
of its components, that is, steel and concrete. The bond behaviour is usually described as a
bond stress corresponding to a certain value of rebar slip. In general, three failure mecha-
nisms can be identified: pure pull-out or push-in, splitting of the concrete cover and the
combination of the both mechanisms. The ideal bond behaviour due to short-bond length is
usually investigated by the so-called pull-out test [1]. In case of small bar diameters and
short-bond lengths the test can be modified to push-in setup without significant influence.
This test setup is then more convenient for impact loading measurements.

Many research teams reported that the measured strength of concrete [2] as well as the
strength of reinforcing steel [3, 4] rise with high-loading rates. This phenomenon is usually
called the strain rate effect, and it is summarized for instance in the ACI report on Dynamic
Fracture of Concrete [5] and CEB report No. 184 [6]. Usually, the strain rate effect has been
studied separately for steel and concrete, and it is significantly different for concrete com-
pressive strength in comparison with tensile strength [7.8]. In order to take the advantage of
the increased strengths for the design of impact exposed buildings, such as nuclear power
plants or rock fall galleries, it is important to ensure that the bond between concrete and steel
can also withstand the corresponding loading.

“This paper is part of the Proceedings of the 141" International Conference on Structures Under
WlT Shock and Impact (SUSI 2016)
CONFERENCES  www.witconferences.com

©2016 WIT Press, www.witpress.com
ISSN: 2046-0546 (paper format), ISSN: 2046-0554 (online), hitp://www.witpress.com/journals
DOL: 10.2495/CMEM-V4-N3-221-230





index-1_1.png
WIT#

CONFERENCES





index-5_1.jpg
L

Pulley system

Impactor
leading pipe

Electromagnet

Wire for pulling
up the impactor—

Impactor

Manual winch T Cylindrical sample

- Load cell
[ {——Support cross beam

Reinforecement bar






index-3_1.png
Ay

Top view

Plastic tube B16

s

Concrete cylinder
2100

Reinforcement
10

Cross section A-A"

a1 Impact load direction

Plastic tube 316

Two opposing
strain gauges.

{—Bond zone

Two opposing
sirain gauges

| Concrete cylinder

Renorcement 310
B 1 concreting directon





index-7_1.png
Bond stress (MPa]

2 Loading rate g b

25 0.01 mmis | < 25

k4
20 g 20

i =
154 15
10 SN 10

~_
5 517 Loading rate
—0.01 mmis
o
0 3

0

015 03 045 06 075 09
Slip [mm]





index-6_1.png
o5 +dos [

:

o

4

@ + doe

e+ doe

/\





index-8_1.png
Bond stress [MPa]

w
B £ |» ‘ ‘
25 9 25 T T
: | [
20 5 20
= $
15 15 i
10 10 ‘
5 Loading rate Loading rate
o —— 50 mm/s. r ‘ —— 8366 mm/s.
0 015 03 045 06 075 09 0 015 03 045 06 075 09
Slip (mm] Slip [mm]





